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conducting membrane comprising said non-woven web 
and the use thereof, in particular, "in a fuel cell. 
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Description 

[0001] The present invention relates to a novel non-woven fibre web with continuous reinforcing strands, a mem- 
brane comprising said web and a membrane electrode assembly comprising said membrane, all of which have appli- 
5 cation in electrochemical devices, for example for use in a fuel cell. The invention further describes a process for the 
manufacture of the web, membrane and membrane electrode assembly. 

[0002] Electrochemical cells invariably comprise at their fundamental level a solid or liquid electrolyte and two elec- 
trodes, the anode and cathode, at which the desired electrochemical reactions take place. A fuel cell is an energy con- 
version device that efficiently converts the stored chemical energy of its fuel into electrical energy by combining either 

w hydrogen, stored as a gas, or methanol stored as a liquid or gas, with oxygen to generate electrical power. The hydro- 
gen or methanol is oxidised at the anode and the oxygen is reduced at the cathode of the electrochemical cell. In these 
cells gaseous reactants and/or products have to be diffused into and/or out of the cell electrode structures. The elec- 
trodes therefore are specifically designed to be porous to gas diffusion in order to optimise the contact between the 
reactants and the reaction sites in the electrode to maximise the reaction rate. The electrolyte which has to be in contact 

15 with both electrodes to maintain electrical contact in the fuel cell may be acidic or alkaline, liquid or solid, in nature. The 
proton exchange membrane fuel cell (PEMFC) is the most likely type of fuel cell to find wide application as a more effi- 
cient and lower emission power generation technology in a range of markets including stationary and portable power 
devices and as alternative to the internal combustion engine in transportation. In the PEMFC, whether hydrogen or 
methanol fuelled, the electrolyte is a solid proton conducting polymer membrane, commonly based on perfluorosul- 

20 phonic acid materials. 

[0003] In the PEMFC the combined laminate structure formed from the membrane and the two electrodes is known 
as a membrane electrode assembly (MEA). The MEA will typically comprise several layers, but can in general be con- 
sidered, at its basic level, to have five layers, which are defined principally by their function. On either side of the mem- 
brane an anode and cathode electrocatalyst is incorporated to increase the rates of the desired electrode reactions. In 

25 contact with the electrocatalyst containing layers, on the opposite face to that in contact with the membrane, are the 
anode and cathode gas diffusion substrate layers. The anode gas diffusion substrate is designed to be porous and to 
allow the reactant hydrogen or methanol to enter from the face of the substrate exposed to the reactantfuel supply, and 
then to diffuse through the thickness of the substrate to the layer which contains the electrocatalyst, usually platinum 
metal based, to maximise the electrochemical oxidation of hydrogen or methanol. The anode electrocatalyst layer is 

30 also designed to comprise some level of the proton conducting electrolyte in contact with the same electrocatalyst reac- 
tion sites. With acidic electrolyte types the product of the anode reaction are protons and these can then be efficiently 
transported from the anode reaction sites through the electrolyte to the cathode layers. The cathode gas diffusion sub- 
strate is also designed to be porous and to allow oxygen or air to enter the substrate and diffuse through to the electro- 
catalyst layer reaction sites. The cathode electrocatalyst combines the protons with oxygen to produce water and is also 

35 designed to comprise some level of the proton conducting electrolyte in contact with the same electrocatalyst reaction 
sites. Product water then has to diffuse out of the cathode structure. The structure of the cathode has to be designed 
such that it enables the efficient removal of the product water. If water builds up in the cathode, it becomes more difficult 
for the reactant oxygen to diffuse to the reaction sites, and thus the performance of the fuel cell decreases. In the case 
of methanol fuelled PEMFCs, additional water is present due to the water contained in the methanol, which can be 

40 transported through the membrane from the anode to the cathode side. The increased quantity of water at the cathode 
requires removal. However, it is also the case with proton conducting membrane electrolytes, that if too much water is 
removed from the cathode structure, the membrane can thy out and the performance of the fuel cell also decreases. 
[0004] The complete MEA can be constructed by several methods. The electrocatalyst layers can be bonded to one 
surface of the gas diffusion substrates to form what is known as a gas diffusion electrode. The MEA is then formed by 

45 combining two gas diffusion electrodes with the solid proton-conducting membrane. Alternatively, the MEA may be 
formed from two porous gas diffusion substrates and a solid proton-conducting polymer membrane catalysed on both 
sides (hereinafter referred to as a catalyst coated membrane or CCM); or indeed the MEA may be formed from one gas 
diffusion electrode and one gas diffusion substrate and a solid proton -con ducting polymer catalysed on the side facing 
the gas diffusion substrate. 

so [0005] Conventionally, the solid proton conducting membrane electrolytes used in the PEMFC and other devices 
are selected from commercially available membranes, for example perfluorinated membranes sold under the trade 
names Nation® (E.I. DuPont de Nemours and Co.), Aciplex® (Asahi Chemical Industry) and Flemion® (Asahi Glass 
KK). For application in the PEMFC the membranes are typically below 200ujn in thickness to provide a high level of 
ionic conductivity. However, for the advanced, high power density fuel cells, these need to have membranes less than 

55 1 00|xm thick and preferably less than 50u,m thick. It is also necessary with these membranes that a high level of water 
is present within the membrane to provide efficient proton hydration and a high proton conductivity. The dimensional 
changes that occur as the level of water content (hydration) of the membrane changes are a particular problem during 
fabrication of the MEA as the stresses set up by changes in hydration during the conventionally employed thermal bond- 
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ZSmS.f" 1? 38 10 break the b ° nd betWeen the and fte membrane, or the catalyst and the sub 

Z to ' ^ d T enS,0nal Chan9eS th3t ° CCUr due to the cha "9 es in »• level o hydration oTL m^ ne 

S SSS^Tir ' n K ndBn9 membranes duri "9 th * fe^tion °< large area MEAs (for JJ^SSTr 
than 500cm ). The thinner the membrane, the more difficult the handling becomes «*mp<e greater 

5 ^hLJ° * dd ZT "I 656 pmb,ems composite membrane structures have been prepared With thicker tvoes of 
i * ^ e, ° Ped f ° r ° ther ^P'^ 0 " 5 - rt has been possible to incoipoL 'macro' reSoLTmate 
maten^hf 7T P°^ ,,uoro *Mene (PTFE) to minimise such dimensional cnanges. Howeve tese thicker 
A^lrZ ■ h° ^ '° n,C ^ 10 be of in » e PEMFC. US. Patent 5,547,551 assigned to WL Gore &^ 
Associates .nc. descnbe the fabrication of uftra-thin composite membranes below 25um in thSss whic^' comorist 

—c™ 

ZTdSf mem f raneS • ^ material has - "^ever. a higher specific resistance (lower ionic c^k^S^ 
,s Z^i t. k P T COnduCtin 9 m^brane such as Nation® 1 1 7 by a factor of at least two. ^ 

E «, ™h ? resiStence of the composite membrane means that in practice it has to be much 

TrZ^Z M ^ , PUre Pr ° t0n C ° ndUCting membmne t0 maintain the sa ™ overall conducts and thuTce^ 
performance. However, reducing the thickness of the composite membrane reduces the advantaoesThat a comooSe 
membrane can prov.de. For example, there is a limit to the extent to which the thickness oS^binTSlS 

20 thlnh th'^ T membrane " ^ thinner ' th6 dUrabi,ity and can de — ■ — ™cZ ^aTcrosTover 

*> trough he membrane .s more liable to occur, both of whk* lead to a reduction in the ce performance fln^Z 
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♦ °T. 3 f,UOrinated P°'y mer - Ho ^ver. again the use of a thermoplastic polymer to produce he 
so \:^EA ?^ZT ° f C ° mPOSite P ° tentia ' f ° r l0CaMSed - a -sequence oTp^Jow dur 

fUH 1 ,. ForPEMFC ' stobecome commercially viable power sources over a wide range of applications the mem 
brane w,.l require a manufacturing process capable of producing miHions of square metres of mS^aUw^Z 

mem h r P T T ° f f ^ te ™ te ™ f ° r each ap P |icati °"- °™ recent appmaS to a Imposite 

35 m^nn , fiT "J "* ^ com P romise tonic conductivity and aMows the fabrication of thin membr^ So 
35 m,crons or less) has utilised a porous substrate of non-woven fibres as the matrix into which is embedS an ion ion 

t^T^zir^ A rr 1 motf,fications to the sm * ° f the »» 

t^l W « ,h H " f SUffident it ™ n0th t0 be maChine Processed at high speeds. ZcX Telt o Z Zl 

ma^I o theafor ^ enh h oned applications, because of their open structure, limited thickness and relat^ y "ra^e 
materials of construction, have low tensile strengths. Indeed for many applications membranes below 100 

,s wet^ at,raC ;T n ° Pti0n ^ reqUirement f ° r 3 ,ibre «*> that * ^ ZSZiSS: H eTTb e 
fore fnl m ' Cr ° nS " * be n ^ utad for «PP»cations requiring high power density ^.s there 

du"on T^eTo^T^" t t ° OVerCOme disad ™ ta 9- «* current porous fibre webs for membrane pro- 
invention in TlS P T ' nVent ' 0n * l ° pf0Vide a P rocess ,or the manufacture of the fibre web of the 

nvent'on. ln partailar a process that ,s capable of producing the fibre web in high volumes and with high yields and * 

50 ZTlT' a l T 38 3 SinQ,e C ° ntinU0US PrOCeSS - A Sti " further is ^ provide a proceL for P repalg 

so a membrane in high volumes and with high yields and at low unit cost cess ior preparing 

S!I2h A< ?° rdin9 ' y ' 1,16 present inven,ion Prides a non-woven fibre web comprising a plurality of first fibres of 
amomhous s.lica sa.d first fibres being orientated in the x, y- and optionally z-direction, and optZ.^ beta Lo^ed 
Ssurfa^e Zer cT in ««. or more continuous strands -^SSSSSS^S 

* ZZ sZ. " n ° n " W0Ven ^ 6aCh C ° ntinU0US one or more "cond fibres o" 

S afthluohTr T a TT ^ W6b aCCOrdi " 9 t0 invention fe t0 be d ^inguished from crystalline 
ahit^'ith kI k V de " Cy a " ' ndUStria ' COntext for ,he terms ■" uartz " a " d "si'ica" to be used interchange 
ably. Afthough both are chemical V silicon dioxide, quartz is the crystal.ine form and is both hard and brittle wSreaTthe 
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fibrous materials (the amorphous silica for use in the substrate of the invention) are made from either natural or syn- 
thetic quartz, and are amorphous and glass like in character, having no crystalline structure. 

[0012] The one or more secondfibres in theone or more continuous strands may be present as a singlefibre r; or. 
as a plurality of fibres in the form of a tow or yarn. A tow is an essentially parallel collection of synthetic fibres prepara- 
tory to spinning, and a yarn is a continuous twisted strand of two or more fibres. When two or more continuous strands 
are embedded within the sub-surface layer of the web, the fibre(s) in each continuous strand may be a single fibre, or a 
plurality of fibres in the form of a tow or yarn, or a combination thereof. 

[0013] The first fibres are suitably selected from the group consisting of longer fibres and shorter fibres, or a com- 
bination of longer and shorter fibres. The longer fibres are of average length greaterthan 3mm and suitably have a max- 
imum average length of 50mm. The preferred average length of the fibres is 5mm to 30mm. The diameter of the longer 
fibres is typically in the range of 0.2 microns to 25 microns, preferably In the range of 2 microns to 20 microns. The 
shorter fibres have an average length of less than 3mm, suitably are of average length less than 2mm, preferably less 
than 1 mm. The shorter fibres have a minimum length of 50 microns, preferably 1 00 microns. The diameter of the shorter 
fibres is typically in the range 0. 1 microns to 20 microns, preferably 0.4 microns to 1 0 microns. 

[001 4] The first fibres in the non-woven fibre web are held together by the one or more binder substances (the final 
binder*) which may be a polymeric material or an inorganic metal oxide such as silica. Depending on the binder sub- 
stance^) used it may also contribute to the essential membrane properties of the MEA, such as water movement within 
the membrane. Examples of such binder substances include: 

(i) non-ion conducting polymers, (such as polytetrafluoroethylene (PTFE), fluorinated ethylene-propylene (FEP), 
polyvinylidene difluoride (PVDF), Viton A, polyethylene, polypropylene, ethylene-propylene), 

(ii) ion-conducting polymers, (such as Nation®), 

(iii) colloidal silica, and 

(iv) other metal oxides and hydroxides, (such as zirconia and titania) or any combination thereof. 

[0015] The or each continuous strand is embedded within the sub-surface layer of the non-woven fibre web. When 
more than one continuous strand is present, each continuous strand may be at an equal depth or at varying depths (i.e. 
variation in the z-direction) or a combination thereof. The continuous strand(s) may be applied at any orientation and at 
any spacing. The continuous strand(s) may also have applied to the surface of, or impregnated within, the strands a 
non-ion conducting polymer or polymers or an ion-conducting polymer or polymers or a combination of the two. Exam- 
ples of such polymers include polytetrafluoroethylene (PTFE), fluorinated ethylene-propylene (FEP), polyvinylidene dif- 
luoride (PVDF), Viton A, polyethylene, polypropylene, ethylene-propylene and Nation . 

[0016] The or each continuous strand(s) are made up of one or more second fibres of amorphous silica. The 
number of fibres in each strand will depend on the required thickness of the web and the application for which it is to be 
used The maximum length of the second fibres is determined by the dimensions of the web and the orientation of the 
continuous strand within the web. For example, the continuous strand may extend from one edge of the web to any one 
of the other edges, or the continuous strand may extend from one edge of the web to the same edge. In all cases, the 
length of the second fibre(s) will be dependent on the length of the continuous strand. The diameter of the second 
fibre(s) is typically in the range of 0.1 to 50 microns, suitably 0.2 microns to 20 microns. The final cross-section profile 
of the strand(s) within the web will depend on the number and thickness of fibres in the strand and the final thickness 

of the web. . . 

[001 7] The non-woven fibre web may be made by a single individual processor by adapting a continuous manufac- 
turing process, such as paper making, to form a continuous web. In both cases the first fibres are dispersed as a sus- 
pension in. preferably water, to form a slurry. Also optionally added to the slurry are one or more binder substances (the 
"first binder") such as hydrophilic polymers, for example polyvinylalcohol (PVA). The first binder may be in the form of 
fibres Once first fibres and the optional first binder are uniformly dispersed in the liquid, the resultant slurry is drained 
through a suitable mesh in order to form a coherent layer of the non-woven fibre web. In the case of a single indiv.dual 
process the fibres are deposited onto a mesh in a conventional hand sheet maker the deposition process being carried 
as a series of layers, the continuous strands being introduced onto the required deposited layer so that each strand or 
group of strands is placed at the desired level within the final sheet. When formed into a continuous structure by the 
controlled deposition of the slurry onto a moving mesh belt the continuous strands are introduced onto the deposited 
layer at the appropriate point in the deposition process so that each strand is placed at the desired level within the web^ 
The sheet or web so-formed by either process is dried in an oven to set the first binder. If necessary the sheet or web 
is placed in a solution of the final binder, which may or may not be the same as the first binder, allowed to dry and 
optionally heat-tr at d to set the final binder. If it is not desirable for the first binder to remain in the final web structure, 
it may be removed by this heat treatment or by an alternative appropriate process. In addition, any undesirable res.dues 
may be removed by the heat treatment or by an alternative appropriate process. 

[001 8] A second embodiment of the inv ntion provides an ion-conducting membrane comprising a non-woven web 
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as hereinbefore described and a filler material, characterised in that the filler material comprises an ion conducting pol- 
ymer. The ion-conducting membran of the invention has a final thickness of less than 200ujti, suitably less than 
1 00u/n t and preferably less than 50 pm 

[0019] For PEM fuel cell applications, the ion conducting polymer is a proton conducting polymer, examples of such 
5 polymers being well known to those skilled in the art. More than one proton conducting polymer may be present and/or 
a non-ion conducting polymer may also be included in the novel membrane of the invention. 

[0020] The proton conducting polymers suitable for use in the present invention may include, but are not limited to: 

1 ) Polymers which have structures with a substantially fluorinated carbon chain optionally having attached to it side 
10 chains that are substantially fluorinated. These polymers contain sulphonic acid groups or derivatives of sulphonic 

acid groups, carboxylic acid groups or derivatives of carboxylic acid groups, phosphonic acid groups or derivatives 
of phosphonic acid groups, phosphoric acid groups or derivatives of phosphoric acid groups and/or mixtures of 
these groups. Perfluorinated polymers include Nafion®, Flemion® and Aciplex® commercially available from E. L 
DuPont de Nemours (U.S. Patents 3,282,875; 4,329,435; 4,330,654; 4,358,545; 4,417,969; 4,610,762; 4,433,082 
is and 5,094,995), Asahi Glass KK and Asahi Chemical Industry respectively. Other polymers include those covered 

in U.S. Patent 5,595,676 (Imperial Chemical Industries pic) and US. Patent 4,940,525 (Dow Chemical Co.) 

2) Perfluorinated or partially fluorinated polymers containing aromatic rings such as those described in WO 
95/08581, WO 95/08581 and WO 97/25369 (Ballard Power Systems) which have been functionalised with S0 3 H, 
P0 2 H 2 , P0 3 H 2 , CH2P0 3 H 2 , COOH, OS0 3 H, OP0 2 H 2 , 0P0 3 H 2 . Also included are radiation or chemically grafted 

20 perfluorinated polymers, in which a perfluorinated carbon chain, for example, PTFE, fluorinated ethylene-propyl en 

(FEP), tetrafluoroethylene-ethylene (ETFE) copolymers, tetrafluoroethyleneiaerfluoroalkoxy (PFA) copolymers, 
poly (vinyl fluoride) (PVF) and poly (vinylidene fluoride) (PVDF) is activated by radiation or chemical initiation in the 
presence of a monomer, such as styrene, which can be functionalised to contain an ion exchange group. 

3) Fluorinated polymers such as those disclosed in EP 0 331 321 and EP 0345 964 (Imperial Chemical Industries 
25 pic) containing a polymeric chain with pendant saturated cyclic groups and at least one ion exchange group which 

is linked to the polymeric chain through the cyclic group. 

4) Aromatic polymers such as those disclosed in EP 0 574 791 and US Patent 5,438,082 (Hoechst AG) for example 
sulphonated pofyaryletherketone. Also aromatic polymers such as polyether sulphones which can be chemically 
grafted with a polymer with ion exchange functionality such as those disclosed in WO 94/1 6002 (Allied Signal Inc.). 

so 5) Nonfluorinated polymers include those disclosed in US. Patent 5,468,574 (Dais Corporation) for example hydro- 

carbons such as styrene-(ethylene-butylene)- styrene, styrene -(ethylene- propylene) -styrene and acrylonitrile-buta- 
diene-styrene co- and terpolymers where the styrene components are functionalised with sulphonate, phosphoric 
and/or phosphonic groups. 

6) Nitrogen containing polymers including those disclosed in US. Patent 5,599,639 (Hoechst Celanese Corpora- 
ls tion), for example, polybenzimidazole alkyl sulphonic acid and polybenzimidazole alkyi or aryl phosphonate. 

7) Any of the above polymers which have the ion exchange group replaced with a sulphonyl chloride (S0 2 CI) or 
sulphonyl fluoride (S0 2 F) group rendering the polymers melt processable. The sulphonyl fluoride polymers may 
form part of the precursors to the ion exchange membrane or may be arrived at by subsequent modification of the 
ion exchange membrane. The sulphonyl halide moieties can be converted to a sulphonic acid using conventional 

40 techniques such as, for example, hydrolysis. 

[0021 ] Other non-ion conducting polymeric materials which may be used in addition to the one or more ion conduct- 
ing or proton conducting polymers include PTFE, FEP, PVDF, Viton® and hydrocarbon types such as polyethylene, 
polypropylene and polymethylmethacralate. 

45 [0022] Other ion-conducting polymeric materials which are not proton conducting polymers may be used in the filler 
material. For example, such polymers can be used for applications requiring a bipolar membrane or a completely anion 
exchange membrane. Anion exchange polymers are generally based on quaternary ammonium groups, rather than the 
fixed sulphonic acid groups in proton conducting polymers. These include, for example, the tetraalkyl ammonium group 
(-N+Ft 3 ) and the quaternary ammonium centre in Tosflex® membranes (-N(R 1 )(CH 2 ) y N + (R 3 )) supplied by Tosoh. How- 

50 ever, it can be envisaged that all of the proton exchange polymers described above could have anion exchange equiv- 
alents. 

[0023] The polymer is suitably applied to the non-woven fibre web in the form of a solution, the solvents of which 
may be either organic or aqueous based. Solvents of all of the above polymers may include or may be modified to 
include, water, methanol and/or other aliphatic alcohols, ethers, acetone, tetrahydrofuran (THF), n-methylpyrrolidone 
55 (NMP), dimethyl sulphoxide (DMSO) dimethyl fomnamide (DMF) dimethyl acetamide (DMAc) or protonic solvents such 
as sulphuric acid or phosphoric acid and/or mixtures of the above. However, it has been found that an essentially aque- 
ous solution of the polymer as described in EP 0 731 520 is preferred. 

[0024] It may also be beneficial to incorporate particulate materials within the membrane to increase either the sites 
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available for proton migration and/or to increase the sites available for holding water within the substrate. Materials such 
as silica, titanium dioxides, zirconium oxides, zirconium silicates, tungsten oxides, tin oxides and zeolites with a mean 
particle size of 0.001 ujn to 1 0\i{t\ r preferably 0.01 urn to 5u,m are examples of suitable particulates. which, may be used. 
The particulate material may first be coated, for example, with an ion conducting polymer, a non-conducting hydropho- 

5 bic or hydrophilic polymer, or a catalyst. 

[0025] The membranes may be manufactured by taking a non-woven fibre web as hereinbefore described and 
thereafter applying the polymeric material. This can be done by any number of coating processes such as thin-film cast- 
ing, dip coating, spraying, printing, rolling, K-bar, or doctor blade methods. Alternatively, a continuous manufacturing 
process similar to that used to prepare the non-woven fibre web may be used, the filler material being added to the 

w slurry. 

[0026] The present invention also provides a catalyst coated membrane comprising a membrane as hereinbefore 
described and a method for the manufacture thereof. A further aspect of the present invention relates to a membrane 
electrode assembly comprising a membrane as hereinbefore described and a method for the manufacture thereof. A 
still further aspect of the present invention relates to a fuel cell comprising a membrane as hereinbefore described. 

is Alternatively, the invention relates to a fuel cell comprising a catalyst coated membrane as hereinbefore described. 
Alternatively, the invention relates to a fuel cell comprising a membrane electrode assembly as hereinbefore described. 
[0027] The present invention is not limited to the use of the non-woven fibre web or membrane in a fuel cell, and 
any electrochemical or other device which comprises a web or membrane of the invention is within the scope. Other 
applications for which one or more of the embodiments of the invention may be used, in addition to fuel cells, include, 

20 but are not limited to, metal-air batteries, electrochemical gas sensors, electrochemical reactors for the electrosynthesis 
of useful chemical compounds and separator mats for batteries. Non-electrochemical applications of the non-woven 
fibre web include, but are not limited to, composite materials for cryogenic insulation, composite reinforcement in areas 
such as plastics, cements, printed circuit boards, sports goods etc, for insulation purposes, military applications, auto- 
motive structural components, brakes, gaskets, transmission units etc and for filtration applications. 

25 [0028] The present invention will now be described by way of example only, which is not intended to be limiting 
thereof. 

Comparative Example 1 

30 [0029] A mixture of chopped silica fibres (Type QC9/33-20mm from Quartz et Silice BP 521- 77794 Nemours, 
Cedex, France) 0.37g, and silica microfibre (Q fibre, type 104 from Johns Manville, Insulation Group, PO Box 5108, 
Denver, CO, USA) 0.1 8g were dispersed with mixing, in water (3000 cm 3 ). A porous network was fabricated from the 
resulting mixture in a single step process based on the principles of paper-making technology, as a sheet size of 855 
cm 2 (33cm diameter) in a sheet former (design based on standard SCA Sheet former from AB Lorentzen & Wettre, Box 

35 4, S-163 93 Stockholm, Sweden). The porous fibre sheet was removed from the wire and air dried at 150°C. 

Comparative Example 2 

[0030] A mixture of chopped silica fibres (Type QC9/33-20mm) 0.37g, and silica microfibre (Q fibre, type 1 04) 0. 1 8g 
40 were formed into a sheet as for Comparative Example 1 . 

[0031] The porous fibre sheet was sprayed with a binder solution comprising a 5% solution of Nation®, 1 100 EW 
in lower aliphatic alcohols (Solutions Technologies Inc., Mendenhall, PA 19357, USA) to give a dry Nation® loading of 
0.78g. 

45 Comparative Example 3 

[0032] A mixture of chopped silica fibres (Type QC9/33-20mm) 0.37g, and silica microfibre (Q fibre, type 1 04) 0. 1 8g 
were formed into a sheet as for Comparative Example 1. The fibre sheet, as formed on the wire and whilst still wet, was 
sprayed with a binder solution comprising a 20wt% solution of colloidal silica (Ludox® AS 40; DuPont Speciality Chem- 
50 icals, Havennummer 500, Wilmington Straat, 2030 Antwerp, Belgium) to give a loading of 0.1 g of the silica. The sheet 
was removed from the wire and air dried at 1 50°C. 

Example 1 

55 [0033] A mixture of chopped silica fibres (Type QC9/33-20mm from Quartz et Silice BP 521- 77794 Nemours, 
Cedex, France) 0.1 85g, and silica microfibre (Q fibre, type 104 from Johns Manville, Insulation Group, PO Box 5108, 
Denver, CO, USA) 0.09g were dispersed with mixing, in water (3000 cm 3 ). A porous fibre network was fabricated from 
the resulting mixture in a single step process as for Comparative Exampl 1 . The porous fibre sheet was left on the wire. 
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A series of straight lengths of silica yam (Quartzel yam C9 17220 QS13 supplied by Quartz et Silice BP 521- 77794 
Nemours, Cedex, France) were spaced at 0.5cm intervals across the surface of the porous fibre sheet using a jig to 
maintain them in place under tension. The hand sheet maker was carefully refilled with water. A further mixture of 
chopped silica fibres (Type QC9/33-20mm) 0.1 85g, and silica microfibre (Q fibre, type 1 04) 0.09g were dispersed with 
5 mixing, in water (3000 cm 3 ), dispersed in the sheet maker and deposited on the existing porous fibre sheet and yarn. 
The sheet was removed from the wire and air dried at 150°C. 

Example 2 

io [0034] A porous fibre sheet with silica yarn at 0.5cm spacings was formed as in Example 1 . The sheet was removed 
from the wire and air dried at 150°C. 

[0035] The porous fibre sheet was sprayed with a binder solution comprising a 5% solution of Nation®, 1 1 00 EW 
in lower aliphatic alcohols (Solutions Technologies Inc., Mendenhall, PA 19357, USA) to give a dry Nafion® loading of 
0.78g. 

15 

Example 3 

[0036] A porous fibre sheet with silica yarn at 0.5cm spacings was formed as in Example 1 . The fibre sheet, as 
formed on the wire and whilst still wet, was sprayed with a binder solution comprising a 20wr% solution of colloidal silica 
20 (Ludox® AS 40; DuPont Speciality Chemicals, Havennummer 500, Wilmington Straat, 2030 Antwerp, Belgium) to give 
a loading of 0. 1 g of the silica. The sheet was removed from the wire and air dried at 150°C. 

[0037] Test samples of size 20mm x 100mm were cut from the sheets prepared in Comparative Examples 1 to 3 
and Examples 1 to 3. In the case of Examples 1 , 2 and 3 the samples were orientated such that the silica yarn was 
aligned in the 100mm length direction. The samples were evaluated for their tensile strength using a Houndsfield H5K- 

25 S Materials Testing Machine fitted with soft faced jaws and a 5N load cell for Comparative Examples 1 to 3 and a 1 00N 
load cell for Examples 1 to 3. With all of the samples rather than exhibiting a break at the maximum stress (i.e. the ten- 
sile strength) the webs tended to show, beyond the maximum stress, elongation and a significant reduction in the 
stress. This reflected a significant loss in the strength of the web materials due to the untangling of the silica fibres. The 
relative strength of the samples was, therefore, compared in terms of the maximum stress (i.e. the stress at yield) and 

30 the force at which the maximum stress was evident (i.e. the force at yield). The results are presented in Table 1 . 



Table 1 



Stress at yield and force at yield for the webs 


Sample 


Average Thickness u,m 


Stress at Yield Pa x 1 0 8 


Force at Yield N 


Comparative Example 1 


30 


0.06 


0.035 


Comparative Example 2 


30 


7.5 


4.5 


Comparative Example 3 


30 


1.1 


0.66 


Example 1 


45 


19 


17 


Example 2 


45 


40 


36 


Example 3 


45 


16 


14 



[0038] A web formed from just a mixture of the chopped and microfine silica as in Comparative Example 1 shows 
a very low stress and force at yield of 0.06 x 10 8 Pa and 0.035 N respectively. With this strength the web would be far 
too weak to handle on a reel to reel machine. The incorporation of single lengths of silica yarn at a spacing of 0.5 cm 
so into the structure, as shown by Example 1 , results in an increase in the stress and force at yield of over two orders of 
magnitude to 19 x 1 0 8 Pa and 1 7 N respectively. The silica yarn has produced a web that is sufficiently strong to be han- 
dleable in a reel to reel process. 

[0039] As can be seen from Table 1 by comparing Comparative Examples 2 and 3 with Comparative Example 1 , 
the addition of Nafion or silica binders to the web does result in a significant increase in the stress and force at yield. 
55 However, the strength of the webs with the binders is still too low to nvisage handling them in a reel to reel process. 
The inclusion of silica yam into the webs containing the binders produces, however, a further significant improvement 
in the stress and force at yield. With Nafion binder Comparative Example 2 shows a stress and force at yield of 7.5 x 
10 8 Pa and 4.5 N respectively. The addition of silica yam to this web in Example 2, at a spacing of 0.5 cm, increases 
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the stress and force at yield to 40 x 10 8 Pa and 36 N respectively. Corr spondingly, in Comparative Example 3, with 
silica binder the web shows a stress and force at yield of 1.1 x 10 8 Pa and 0.66 M respectively. The addition of silica 
yam to this web in Example 3, at a spacing of 0.5 cm, increases the stress and force at yield to 1 6 x 1 0 8 Pa and 1 4 N 
respectively These increases in the strength of the webs containing the binders, by the addition of silica yarn, results 
5 in the production of webs that are sufficiently strong to be suitable for use in the reel to reel processes that are com- 
monly employed in volume manufacture. 

Claims 

w 1 . A non-woven fibre web comprising a plurality of first fibres of amorphous silica, said first fibres being orientated in 
the x-, y- and optionally z-direction, and optionally being bonded with one or more binder substances, characterised 
in that one or more continuous strands are embedded within the non-woven fibre web, each continuous strand 
comprising one or more second fibres of amorphous silica. 

15 2. A non-woven web according to claim 1 wherein the continuous strands embedded within the web may be at equal 
depths or varying depths or a combination thereof. 

3. A non-woven web according to any preceding claim, wherein the one or more continuous strand(s) have a polymer 
applied to the surface of, or impregnated within, the strands. 

20 

4. A non-woven web according to any preceding claim, wherein the diameter of the second fibres is in the range of 
0.1 microns to 50 microns. 

5. A non-woven web according to any preceding claim, wherein the first fibres are selected from the group consisting 
25 of longer fibres and shorter fibres. 

6. A non-woven web according to claim 5, wherein the longer fibres are of average length greater than 3 mm. 

7. A non-woven web according to claim 5, wherein the shorter fibres are of average length less than 3 mm. 

30 

8. An ion-conducting membrane comprising a non-woven fibre web according to any one of claims 1 to 7 and a filler 
material, characterised in that the filler material comprises an ion -conducting polymer. 

9. A membrane according to claim 8 wherein the ion-conducting polymer is a proton conducting polymer. 

35 

10. A membrane according to claim 8 or claim 9, wherein the filler material further comprises a non-ion-conducting pol- 
ymer. 

1 1 . A membrane according to any one of claims 8 to 10, wherein the filler material further comprises one or more par- 
40 ticulate materials. 

12. A membrane according to claim 1 1 , wherein the one or more particulate materials are first coated with an ion-con- 
ducting polymer, a non-ion-conducting hydrophobic or hydrophific polymer, or a catalyst. 

45 13. A catalyst coated membrane comprising a membrane according to any one of claims 8 to 12. 

14. A membrane electrode assembly comprising a membrane according to any one of claims 8 to 12. 

15. A fuel cell comprising a membrane according to any one of claims 8 to 12. 

50 

16. A fuel cell comprising a catalyst coated membrane according to claim 13. 

17. A fuel cell comprising a membrane electrode assembly according to claim 14. 

55 
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